Best Available Copy 



In the Abstract 

The presont invontion providos a A Ti-cdritainihg' ferritic staiiiless isteel sheet and a 
manufacturing method th e roof.tho thereofinclude stainless steel steels being formed while a refining 
load is decreased and having a low yield strength which exhibits superior worliability. 

Spooifioally, tho The Ti-containing ferritic stainless steel sheet contains on mass percent 
basis: 0.01% or less of C; 0;5% or.less of Si; Q.3%.or less of Mn; 0.01% to 0.04%:of P; 0.01% or less 
of S; 8% to 30% of Cr; 1 .0% or less of Al; 0.05% to 0.5% of Ti; 0.04% or less of jjl, 8^Ti/(C+N) ^30 

being satisfied; and the balance being substantially Fe and incidental inipuritiesi wherein a grain size 
number of ferrite grain is 6.0 or more, and an average diameter Dp of precipitation diameters, each 
being [(a long axis length of a Ti base precipitate + a short axis length thereofyZ], of the Ti base 
precipitates in the steel sheet is in the range of fi-om 0.05 /im to 1.0 im. In addition, tho method for 

manufaoturing a Ti coiitaining forritio btoirilooo istcol bhoot inoludog tho stopo of: hot rolling a slab 
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cold rolling; and subsoquontly porforming final onnoaling of the cold toUc 
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^ni to 1.0 /im and 30 that the grain oize number of ferrite grain 
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